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and lead, if present, interfere and should be removed by precipitation with aluminium before proceeding with the test. Lime, also, has in some oases appeared to impair the accuracy of results, and is better removed.
The reagents needed are aluminium dust, commercially known as aluminium bronze powder, crystals of neutral potassium or sodium oxalate, sodium sulphide solution, a decinormal solution of iodine and a deeinormal solution of sodium thiosulphat e
(NaaRa(>3.r>II2<>).
The thiosulphate solution is made by dissolving 24.827 grams of the salt in distilled water and making up to 1 litre. If the crystals are chemically pure and have been kept, well stoppered so that they an* neither damp nor coated with white, powder (indicating dehydration), this solution may be taken as standard for the purposes of this tost, though for accurate chemical research work it. would be necessary to standardise it against u strictly (locinormal iodine solution, or by other methods given n works on volumetric analysis.
A decinormal solution of iodine contains 12.7 grains of the dement per litre. To expedite the dissolution of the iodine CJlcnnoIl1 recommends the following procedure: weigh out 18 )r 20 grams of potassium Iodide and dissolve about 15 grams m 20 or 25 cc of distilled water, reserving the remainder of the, iodide crystals until the finish. Thou weigh up 12.7 grams of c.p. iodine uul transfer quickly to the beaker containing the iodide solution. Stir with a glass rod until no more1, will dissolve, dilute with dis-jilled water, and decant carefully into a litre flask. Add the mnainder of the iodide to the beaker with a little water, and the >est of the iodine should soon dissolve; if not, a gram or two more. >f the iodide, may be added* When all the. iodine solution has >een transferred to the litre flask, fill up to the mark with distilled vater, and transfer the whole to a stoppered bottle, which should >e kept in a dark cupboard.
To check this solution against the decinormal thiosulphato lake 25 cc in a small beaker arul run in the thiosulphate solution
1 Private communication.c. soda solution is taken (say 50 cc), and a few drops of methyl orange (not phenolphthalein)sually urinoooHHary.ngcyanide, total cyanide and hydrocyanic acid               j D made volumotrically, by slowly running silver nitrate solutionh Characteristics........   250
